Permanent Painting

after the lapse of two years. It is a bad drier, but
under no circumstances must it be mixed with a drying
oil, because all the drying oils contain metallic sub-
stances in solution which act deleteriously on all of
the madders. The best way to dry pink madder or any
madder lake is to use well settled, old, raw linseed oil,
and then expose the picture to the bright light, for the
sun will dry madder lake without decomposing it. As
this color is largely used as a glaze it is the frequent
cause of cracks.

PRIMROSE AUREOLIN (See Aureolin)

PRIMROSE YELLOW

This is a pale variety of chromate of zinc, or it may
be a mixture of chromate of zinc and chromate of
barium, or it may be composed of chromate of zinc
and oxide of zinc. In any one of these cases, it is
a safe, permanent, reliable color. It dries fairly well,
particularly when exposed to light. It is not affected
by sulphur gases but cannot be mixed with a lake
color.

PRUSSIAN BLUE
Prussian blue is a chemical compound which is made
from the cyanogen obtained from certain organic sub-
stances such as leather, horn, feathers, etc. There
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